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Abstract 



The topic of the glass transition gives rise to a a wide diversity of views. It is, ac- 
cordingly, characterized by a lack of agreement on which would be the most profitable 
theoretical perspective. In this chapter, I provide some elements that can help sorting 
out the many theoretical approaches, understanding their foundations, as well as dis- 
cussing their validity and mutual compatibility. Along the way, I describe the progress 
made in the last twenty years, including new insights concerning the spatial hetero- 
geneity of the dynamics and the characteristic length scales associated with the glass 
transition. An emphasis is put on those theories that associate glass formation with 
growing collective behavior and emerging universality. 
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0.1 Introduction 



Anyone who takes a fresh look at the hterature on the glass transition cannot fail to 
be struck by the wide diversity of views and approaches. There is a broad consensus on 
the fact that understanding supercooled liquids, glasses and glass formation represents 
a deep, interesting, mysterious, and fundamental problem... yet, there is no general 
agreement concerning what actually makes the problem deep, interesting, mysterious, 
and fundamental, nor on the paths to be explored to solve it. Even worse, there does 
not seem to exist among the scientific community a shared view of what kind of 
theoretical achievement would be needed to declare the problem solved. As a result, 
claims that the problem has already been solved are not uncommon, but encounter a 
high level of skepticism. 

The main purpose of the present review is neither to detail the main features 
of the phenomenology of glass formation nor to thoroughly assess the validity of 
the proposed theoretical descriptions, a necessarily very subjective exercise anyhow. 



Many such reviews have already been published ( Angell, 1995 Ediger et ai, 1996 
Debenedetti, 1996||Ngai, 20 00; Tarjus and K ivelson, 200T]|Debenedetti and Stillinger, 20011 
Alba- Simionesco , 2001[ ICavagna, 2009| |Bcrthier and Biroh, 2009^ " and there is no 



point in adding one more opus of the sort. I would rather like to give the reader a few 
indications to get oriented in the apparent jumble formed by the various approaches. 
Along the way I will also try to identify intrinsic features of the phenomenology which 
may represent obstacles to a full resolution of the problem and important questions 
which remain unsettled. 

Before moving on to a more detailed presentation, it is worth stressing that some 
form of consensus does exist on at least a few points. For instance, it is by now es- 
tablished that the observed glass "transition" is not a bona fide phase transition, but 
rather a dynamical crossover through which a viscous liquid falls out of equilibrium 
and appears solid on the experimental time scale. (I will nonetheless use the term glass 
transition without quotation marks in what follows as this is common practice, but 
the reader should keep in mind the present warning.) The glass transition tempera- 
ture Tg at which this, indeed quite sharp, crossover occurs depends on cooling rate 
or observation time; it is fixed by some operational convention and, typically, corre- 
sponds to a viscosity that reaches 10^'^ Poise or a relaxation time that is of the order 
of 10^ seconds. Another widely accepted starting point is that equilibrium statistical 
mechanics is the relevant framework to describe glass-forming systems, including su- 
percooled liquids which are in a metastable state compared to the crystal; the latter is 
therefore excluded from theoretical descriptions of glass formation. (This seems reason- 
able but may sometimes require some caution: see ( [Cavagna, 20Q9[ ) for a pedagogical 
discussion.) 

Considered with some historical perspective, the field seems to be only very slowly 
evolving. Most of the theories and concepts that are at the forefront of nowadays dis- 
cussions about the glass transition were around by the mid-eighties. Besides the defect- 
diffusion ( [Glarum, 196Q[ ) , free- volume ( Cohen and Turnbull, 1959 Turnbull and Cohen, 1961 ) 



and configurational-entropy ( |Gibbs and Di Marzio, 19"58 Gibbs, 1960 Adam and Gibbs, 1965[ ) 



^Topical reviews on a variety of theoretical approaches will be mentioned further down in the text. 
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approaches that date back to the sixties, this is for instance the case for the energy- 
landscape picture ( [Stilhnger and Weber, 1983| ), the mode-couphng ( BengtzeUus et ai, 1984[ 

Leuthesser, 1984 1 and the random first-order transition (Singh et ai, 1985 Kirkpatrick and Wolynes, 1987a 
Kirkpatrick and Wolynes, 19876) theories, the concepts of kinetic constraints (Palmer et ai, 1984 



Fredrickson and Andersen, 1984 ) and of geometric frustration ( Kleman and Sadoc, 1979| 



Sethna, 19 83; Nel son, 1983al [Nelson, 19836||Nelson and Widom, 1984|[Sachdev and Nelson, 19851 
Sadoc aiid Mosscri, 1984 1, all approaches that will be discussed in more detail below. 
Similarly, many of the experimental advances were operational twenty years ago. This 
observation certainly generates a distressing feeling that the glass transition problem, 
one of the oldest puzzles in physics, does not get any closer to a resolution. How- 
ever, there is room for optimism. First, new ideas and standpoints do emerge. This 
is illustrated by the relatively recent surge of experimental, numerical and theoretical 
work on a previously overlooked aspect of the relaxation in glass-forming systems: 
the increasing heterogeneous character of the dynamics and the associated growth of 
space-time correlations as one approaches the glass transition, a property that repre- 
sents the central topic of this book. In addition, progress has been made along several 
lines of research, with the development of models and theoretical tools, and sometimes 
of crisper and possibly testable predictions. 



0.2 A diversity of views and approaches 

0.2.1 What is there to be explained? 

What is there to be explained about the glass transition? What is the scope of the 
description, i. e. what is the range of phenomena and of systems to be included? An- 
swering those questions is already a perilous task that requires a priori choices. The 
word "glass" and the qualifier "glassy" are used in a great variety of contexts to de- 
scribe systems with unusually sluggish dynamics, in which the degrees of freedom of 
interest remain (apparently) disordered. Such systems can get stuck in an arrested 
state when the dynamics becomes too slow to be detectable. Some generic phenom- 
ena are then observed in a slew of apparently unrelated materials. As an illustration, 
consider what goes under the term of "aging" ( [Struik, 1978 Bouchaud et ai, 1998 ) 



Aging describes the fact that the properties of a system depends on its "age" , i. e. on 
the elapsed time since it has been prepared. This is most clearly seen in two-time re- 
sponse and correlation functions which, in the aging regime, lose the time-translation 
invariance found in equilibrium states and depend on the waiting time between prepa- 
ration of the system and beginning of the measurement. This aging phenomenon, in 
which an apparent relaxation time is set by the waiting time, is encountered in very 
different materials; to list a few: polymer glasses (plastics), molecular glasses, colloidal 
gels, foams, spin glasses, vortex glasses, electron glasses. Aging therefore appears as a 
"universal" property of all out-of-equilibrium systems whose relevant degrees of free- 
dom look frozen on the experimental time scale while still exhibiting some residual 
motion. In the above examples, the "glassy" degrees of freedom are associated with 
molecules, monomers, colloidal particles, bubbles, spin magnetic dipoles, vortices or 
electrons, and "glassiness" can either be self-generated or result from the presence of 
quenched disorder due to impurities and defects. At this level of generality, it is unclear 
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whether one should look for a basic principle of out-of-equilibrium dynamics or first 
subdivide the systems into classes characterized, say, by different aging exponents. 

While it can certainly be a worthy strategy to try solving the "glassy" problem 
in its full blown but rather ill-defined generality, I will take here a more restrictive 
view that focuses on the glass transition of liquids and polymers. In any case, this can 
be taken as a starting point. Other systems and more phenomena could be fruitfully 
brought into the picture, but, in my opinion, only to the extent that their behavior is 
argued to closely resemble that of glass-forming liquids and polymers. Needless to say 
that this approach may not be shared by the whole "glass community" . 

Viewed from the "liquid side", i.e. upon cooling a liquid (or, possibly, compress- 
ing it, see below), the phenomenon of glass formation stands out by the spectacular 
slowing down of relaxation and the related increase of viscosity that both take place 
in a continuous manner as temperature is decreased: one observes changes of up to 14 
orders of magnitude in the main (a) relaxation time and the viscosity for a 30% vari- 
ation in temperature. In the same temperature range, the average static correlations 
between pairs of molecules in the liquid, as probed through static structure factors, 
barely change. Provided of course crystallization is bypassed, this rather unique fea- 
ture, which combines a dramatic evolution of the dynamics and an apparently very 
modest structural change, is seen in virtually all kinds of liquids (inorganic and or- 
ganic, ionic salts and metallic alloys, polymer melts), liquids with a variety of molecular 
shapes and a wide range of intermolecular forces. 

The phenomenology of glass-forming liquids and polymers is characterized by 
salient generic trends as temperature decreases. Besides the already mentioned dra- 
matic increase of a relaxation time and viscosity, whose temperature dependence is 
typically described by a faster-than-Arrhenius form, and the concomitant bland be- 
havior of the static structure factors, the main qualitative features can be summarized 
as follows: a marked nonexponcntial time dependence of the relaxation functions (or, 
equivalently, a marked non-Dcbye behavior of the frequency-dependent susceptibili- 
tites), the appearance and the development of several relaxation regimes, an increas- 
ingly heterogeneous character of the dynamics, with the coexistence over an extended 
period of time of fast and slow regions, a significant decrease of the entropy, with the 
difference between the entropy of the supercooled liquid and that of the corresponding 
crystal dropping by up to a factor of 3 between the melting and the glass-transition 
temperatures. (Again, because the way to present the phenomenology always comes 
with a preconceived picture, some researchers would probably want to add a few items 
to the list of central features.) 

The above trends and dependences on temperature can be fitted, with reasonable 
accuracy, by means of various functional forms. This fact supports the generic and 
"universal" character of the glass-forming behavior. The fitting formulas on the other 
hand include temperature-independent but material-dependent parameters that con- 
tain the specific and nonuniversal aspects of the problem. For instance, the degree of 
super Arrhenius behavior, i.e. of departure from Arrhenius temperature dependence of 
the a relaxation time or the viscosity, is material specific: it is embodied in several 
(alternative) indices that quantify how "fragile" ( [Angell, 1985[ ) a glass-former is. One 
may of course dream of being ultimately able to predict these material-specific quanti- 
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ties from a first-principle, microscopic tlieory. In tlie mean time and more modestly, it 
is at least possible to look for empirical correlations among them. Numerous attempts 
of this kind have been made over the years, with varying degrees of robustness. They 
can be roughly classified into three groups: correlations among characteristics of the 
slow dynamics, correlations between slow dynamics and thermodynamics, and corre- 
lations between properties of the slow and of the fast dynamics. In the first group, 
one finds for instance correlations between the fragility (see above and ( [Angell, 1985[ )) 
and the degree of nonexponential behavior of the relaxation functions (the "stretch- 
ing" parameter) ( [Bohmer et ai, 1993 ) or between the stretching of the relaxation and 



the amount of decoupling in the temperature dependences of the translational and 
the rotational diffusion motions ( [Ediger, 2000[ ). In the second group are the corre- 
lation beween the heat capacity jump at the glass transition Tg and the fragility 



(Angell, 19851 or else beween the decrease of the " configurational" entropy (excess 
entropy of the supercooled liquid over that of the crystal) and the increase of the 
relaxation time ( [Richert and Angell, 1998] [Martinez and Angell, 200T| ) . Finally in the 
third group, one can list many proposed correlations between the fragility and var- 
ious characteristics of the fast dynamics either in the liquid or the glass (relative 
amplitude of the Boson peak ( [Sokolov et ai, 1993] ), Poisson ratio of elastic moduli 
( Novikov and Sokolov, 2004 1, nonergodicity parameter ( Scopigno et ai, 2003[ ), etc). 



Whether one discards as fortuitous and wobbly, or else takes seriously some of these 
correlations is strongly connected to the type of description of the glass transition one 
is aiming at. 

0.2.2 Sorting out the theoretical approaches 

Even with the restriction that one focuses on what governs glass formation in liquids 
and polymers, there is plenty of room for diversity and controversy. A central question, 
to which different answers are given and which is therefore far from purely rhetori- 
cal, is whether a general theory of glass formation is possible? By "general theory" is 
meant here a theory that explains the main features associated with the glass transi- 
tion, without having to rely on a full description of the microscopic details that vary 



from one substance to another (Kivelson and Tarjus, 2008). A corollary to the exis 



tcncc of such a theory is that the phenomenon displays some form of "universality" . 
Although challengeable, a number of elements point toward a positive answer, which 
most certainly explains the attraction that the field has exerted on theorists over the 
years. 

As briefly summarized above, many pieces of the phenomenology of glass-forming 
liquids appear general enough to be described by master curves (with admittedly 
a number of material-specific adjustable parameters) and empirical correlations are 
(more or less successfully) established beween various properties. All of this suggests 
some common underlying explanation. Beyond this, the dramatic superArrhenius rise 
of the a relaxation time with decreasing temperature, which for a given glass-former 
is very similar in a wide variety of dynamical measurements (with a few well identified 
and interesting exceptions corresponding to a decoupling of the motions either of dif- 
ferent entities, as the decoupling between conductivity and viscosity in ionic mixtures 
dEdiger et al., 19961 ), oi of the same entities probed on very different length scales, as 
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the decoupling between local rotational relaxation and translational diffusion in molec- 
ular liquids and polymers ( [Ediger, 2000[ |Sillescu, 1999[ ) ) , seems indicative of growing 
collective behavior. Such a growth is of course what partly washes out the influence 
of molecular details, which can then be incorporated in effective parameters, and can 
lend itself to a general theory. 

Attributing the viscous slowing down in supercooled liquids and polymers to a 
collective phenomenon is at the core of most theories. Collective behavior implies the 
existence of at least one supermolecular length scale that can be associated with grow- 
ing correlations or growing coherence in the system as temperature decreases. This 
issue of length scales has indeed become central in most recent discussions and de- 
velopments concerning the glass transition. More will be said below on this, but for 
now it is worth recalling a few points. First, the nature of the putative supermolecular 
lengths characterizing the slowdown of relaxation and flow is quite elusive. Nothing 
much happens in the static pair correlations, which arc the only measures of the 
structure that are easily accessible experimentally. As a consequence, if spatial corre- 
lations of one sort or another grow, they must be of rather subtle and unusual nature. 
The experimental observation that has recently put length scales at the forefront is 
that of the heterogeneous character of the dynamics. It has been shown through both 
numerical and experimental work that the dynamics becomes spatially correlated as 
one approches the glass transition, with an emerging length scale related to the typ- 
ical size of the dynamical heterogeneities (see ( |Ediger, 2000| [Sillescu, 1999[ ) and the 
other chapters of this book). It is not clear however if this "dynamical" length is the 
one controlling the viscous slowing down. Another keypoint, and a most annoying 
fact, is that, irrespective of their precise definition, supermolecular lengths in glass- 
forming systems never seem to grow bigger than a few nanometers, i.e. 5 to 10 molec- 
ular diameters at m ost ( |Ediger, 200"0l [Berthier et ai, 2005| [Dalle- Ferrier et al., 20071 
[Richert et ai, 201 Collective behavior is thus present, but it may never fully dom- 
inate local, molecular effects in the experimentally accessible range. The absence of 
a singularity with diverging time and length scales that could be seen or closely ap- 
proached in experiments can be viewed as an intrinsic difficulty of the glass transition 
problem. 

Looking for a general theory does not exhaust the possible lines of research on 
glass formation. For instance, one may want to know how the processes by which 
molecules move change between the high-temperature liquid and the glass transition or 
to describe the viscous slowing down in terms of specific mechanisms for relaxation and 
flow. Universality, considered in a weaker sense than when associated with diverging 
length scales at critical points, could still be observed if a well identified mechanism 
prevails. This would then be more akin to the dislocation description of plastic motion 
for crystals ( [Orowan, 1934[[Polanyi, 1934[ ). Finally, it could also well be, but this would 
be disappointing to many, that understanding glass formation lies in chemistry with 
no way out of microscopic and substance-specific computations or measurements, the 
generic character of the phenomenology summarized above being then only superficial. 

To contrast the various theoretical approaches of the glass transition, it is helpful to 
sort out their starting points and perspectives according to pairs of related opposites: 

(i) Liquid side versus amorphous-solid side. 
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Above, I have emphasized the glass transition when approached from the Hquid 
side, as it shows the most remarkable pieces of phenomenology. However, viewed from 
the "solid side" , glass formation may be quite fascinating too. What makes the rigidity 
of an amorphous phase devoid of long-range order?, what is the specificity of the 
associated vibrational modes and elastic response?, how does the glass "melt"? are all 
challenging questions (see e.g. ( [Wyart, 2005[ )). The glass is for sure a frozen liquid, 
but it has also been suggested to envisage the viscous liquid as a "solid that flows" 
Pyre, 2006] ). 

(ii) Coarse-graining, scaling and underlying critical point versus atomic-motion 
level and relaxation mechanisms. 

Growing collective behavior is a well established cause of emerging universality, and 
it is then tempting to apply the recipes that have been very successfull in statistical 
physics: coarse-graining procedures and use of effective theories, search for critical 
points around which to organize scaling analysis. Being biased toward the possibility of 
such a general theory of the collective behavior associated with glass formation, I may 
somewhat overlook in the following the numerous "microscopic" approaches that focus 
on describing the actual motion of the molecules and the way it changes as temperature 
is decreased. Such detailed information is hardly obtainable from experiments, with the 
possible exception of colloidal suspensions and driven granular media, but is provided 
by computer simulations ( Kob, 2005 ). In addition, as alluded to above, it may also 
well be that the apparent universality of the slowdown of dynamics leading to glass 
formation originates from the predominance of a specific relaxation mechanism rather 
than from an underlying critical point. 

(iii) Real three-dimensional space versus configurational space. 

That relaxation in a viscous liquid seems well described in terms of thermally ac- 
tivated events suggests that the system may be temporarily trapped in "metastable 
states" and, accordingly, that a fruitful framework is provided by a description of the 
"energy landscape" and its topographic properties ( [Goldstein, 1969[[Stillinger and Weber, 1983[ 



Debenedetti and Stillinger, 2001). This configurational-space picture, which focuses on 



the hypersurface formed by the potential energy or some coarse-grained free-energy as 
a function of all configurational variables, is one of the paths followed to describe glassy 
systems. Alternatively, one may attempt a real-space description of the phenomena. 
For instance, activated processes correspond to rare, localized events that are more 
easily describable from a real-space than from a configurational-space perspective. A 
similar conclusion applies to the dynamical heterogeneities, 
(iv) Kinetics versus statics. 

The observed glass transition is undoubtedly a kinetic crossover and the most 
spectacular phenomena, slowing down and dynamical heterogeneities, pertain to the 
dynamics. Yet, on general ground (see below), one may expect some thermodynamic 
and structural underpinning. Whether the physics of glass formation can be under- 
stood on the basis of a purely dynamical origin with no thermodynamic signature or 
requires a thermodynamic or structural explanation represents a central issue. The 
case for the latter option is a priori difficult to pin down due to the absence of clear 
evidence showing growing thermodynamic or structural correlations as one approaches 
the glass transition. (It can of course be argued that such correlations are subtle, and 
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consequently hard to detect, and that their growth is hmited, with an impact on the 
dynamics that is enormously amplified.) On the other hand, a purely kinetic expla- 
nation overlooks the thermodynamic aspects of the phenomenology, such as the rapid 
decrease of the "configurational" entropy. 

Before closing this section, I would like to come back to the theories that relate the 
apparently universal features of glass formation to some collective behavior controlled 
by underlying phase transitions. As no such transitions are observed in experiments, 
the putative singularities must be located outside of the physically accessible range 
of parameters: the postulated critical points and phase transitions may then be ei- 
ther avoided or unreachable. "Avoided" implies that the singularity only appears as a 
crossover in real life, at a temperature that is above the experimental Tg] "unreach- 
able" means that the transition occurs at a temperature below Tg, being for that reason 
inaccessible in experiments. In line with point (iv) made above, the nature of the hy- 
pothesized critical points and transitions can moreover be either dynamic or static. 
A more detailed description along these elements of classification will be provided in 
sections 10.41 and 10.51 

0.3 Elements of theoretical strategies 

As briefly sketched in the preceding sections, the pursuit of a theoretical description of 
the glass transition is multiform. An overview of theories should then try to do justice 
to the diversity of concepts, models, tools, ideas, and frameworks that have been put 
forward in the context of glass-forming systems. The motivation for such an exercise 
is not only oecumenical. First, at the present time, no theoretical approach has been 
accepted as the definite answer to the glass problem: different paths may ultimately 
prove fruitful and complementary. Second, some of the constructs devised in the course 
of studies on glass-formers may find a life of their own and be transposable to other 
fields. The list given below docs not pretend to be exhaustive. 

0.3.1 Minimal models and simplifying concepts 

An obvious strategy in physics to address a seemingly general phenomenon is trying 
to identify the main ingredients and get rid of all superfluous microscopic details. 
Through some level of coarse-graining, choice of relevant degrees of freedom and use 
of simplifying concepts, minimal models and effective theories can then be proposed 
as starting points for further studies. To pick up a well known example in a closely 
related field: the study of spin glasses has been put on a firm basis with the proposal by 
Edwards and Anderson of their lattice hamiltonian model. In this case, two physical 
ingredients, frustration and quenched disorder, have been incorporated in a simple 
classical Ising hamiltonian ( [Edwards and Anderson, 1975[ ). The order parameter and 
the associated phase transition are then adequately described (at least at a minimum 
level), and the detailed nature of the spin degrees of freedom (except for symmetry), 
of the interactions among the latter, of the distribution of the quenched disorder, and 
of the underlying lattice is essentially irrelevant to an understanding of the spin-glass 
phenomenology. This, by far, does not mean that the spin-glass problem is solved. 
Central questions concerning the Edwards- Anderson model, such as the nature of the 
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spin-glass phase and the existence of a transition in nonzero magnetic field, are still 
awaiting a definite answer. But the starting point is well accepted. 

The situation is unfortunately not as clear for glass-forming liquids. There are 
models of liquids, but they can hardly be considered as minimal models for a theory of 
glass formation. This is for instance the case of the Lennard- Jones models for atomic 
liquid mixtures and of the hard-sphere models for repulsive colloidal suspensions, which 
are at the heart of most computer simulation studies ( |Kob, 2005] ). Such "realistic" 
atomistic models still incorporate a wealth of microscopic details without allowing 
one to tune in any significant way the salient features of glass formation such as the 
fragility. 

To build minimal models or effective theories of glass- forming systems, several 
routes have been proposed. They rely on various ingredients and concepts that are 
hypothesized to account for the origin of the increased sluggishness and of the het- 
erogeneous character of the relaxation as temperature decreases, be they cooperativ- 
ity, free volume, jamming, kinetic constraints, facilitation, local packing constraints, 
geometric frustration, etc. They may also involve analogies with spin-glass and other 
disordered models ( Kirkpatrick and Wolynes, 1987a|[Kirkpatrick and Wolynes, 1987&[ 



Kirkpatrick and Thirumalai, 1987 Kirkpatrick and Thirumalai, 1989 |Sethna et al., 1991 
Moore and Drossel, 2002[) , uniformly frustrated models (Nelson, 2002 Kim and Lee, 1997 



Grousson et al, 2002 a| Grousson et al, 20026 ), etc. Some of these attempts will be 



further discussed below. 

0.3.2 Looking for a localized relaxation mechanism in real space 

That a full understanding of glass formation will ultimately require knowledge of the 
principal relaxation mechanism(s) is rather undisputed, as is the fact that relaxation 
in glass-forming liquids proceeds via localized events in space. On the other hand, 
looking for such mechanisms may not necessarily be considered as the highest priority 
for building a theory. Here, however, I more specifically refer to those approaches that 
put emphasis on mechanisms without invoking underlying phase transitions. 

A line of research indeed posits that understanding glass formation only requires 
identifying a dominant relaxation mechanism that is supposed to take over as the liquid 
becomes more viscous. Examples taking this perspective include the excitation-chain 
dLanger, 2006a|[Langer, 20066D and single-particle barrier- hopping ( Saltzman and Schweizer, 2006D 



approaches, the description in terms of quasi-particles ( Bone et al., 2009 1 , and the elas- 



tic models ( |Dyre, 20"06l ). In the "shoving model" ( |Dyre, 20"06 l for instance, localized 



flow events are assumed to take place in compact regions whose rearrangement in- 
volves an increase of volume. The activation energy then comes from the elastic cost 
associated with "shoving" the rest of the system, which is taken as a solid on the short 
time scale of the event. In this work, the superArrhenius increase of the activation en- 
ergy is related to the temperature dependence of the infinite-frequency shear modulus. 
Slowing down occurs with no growing length scale (hence with no underlying singu- 
larity), since the typical size of the rearranging regions stays constant with decreasing 
temperature. 

It is also worth noting that computer simulations of atomistic models offer an op- 
portunity to look for the main mechanisms for relaxation and flow in real space. In this 
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vein, most simulation studies on the heterogeneity of the dynamics in glass-forming 
liquids have focused on dynamical clustering, providing some evidence for strings 



and micro-strings (Donati et ai, 1998 Vogel et al., 2004 1, or other types of clusters 



([Appignanesi et ai, 2006 ). More recently, Harrowell and coworkers ( Widmer-Cooper et al, 2008 



IWidmer-Cooper and Harrowell, 2009] ) have investigated the collective moves of the 
atoms, in the form of strain events, localized reorganizations, soft modes, etc, that 
could be responsible for the irreversible nature of structural relaxation and flow in su- 
percooled liquids. As already discussed, these attempts could provide a description of 
glass-forming liquids at a level which is comparable to that of plastic flow in crystalline 
materials by the dislocation-based theory. 

0.3.3 Developing a specific statistical-mechanical framework 

As stressed in the Introduction, there is a general agreement concerning the fact that 
supercooled liquids, and more generally glass-forming systems above their glass tran- 
sition, can be treated by equilibrium statistical mechanics (provided that one excludes 
the crystal phase). In this general setting, specific frameworks have been devised to 
study glass-formers. Interestingly, these theoretical constructs developed in the con- 
text of glasses may prove useful, or even have already proven so, in other scientific 
fields. I sketch some of these developments below. 

One such framework rests on a "topographic" view of the phenomena associ- 
ated with glass formation. The core object is the "landscape" formed by the po- 
tential energy surface plotted as a function of the coordinates of all the atoms in 
the liquid. This leads to a reformulation of statistical mechanics which has been 
put forward by Stillinger and coworkers ( [Stillinger and Weber, 1983{ [Stillinger, 1995[ 
[Debenedetti and Stillinger, 2001[ ). Focus is shifted to a study of the properties of the 
(temperature- independent) landscape, i.e. the statistics of the minima and the sad- 
dle points, the characteristics of their neighborhoods, the connectivity graph between 
minima, etc ( [Wales, 2003D . The potential descriptive power of the approach comes 
from the remark, nicely articulated in ( [Goldstein, 1969"! ) , that the viscous liquid at low 
enough temperature spends most of the time vibrating around typical energy min- 
ima (later called "inherent structures" by Stillinger ( Stillinger and Weber, 1983] )) with 



only rare, localized reorganization events that are associated with thermally activated 
barrier hopping between minima. The potential-energy landscape formalism then pro- 
vides a vista for rationalizing, in a qualitative way, collective phenomena occuring in 
supercooled liquids ( [Stillinger, 1995[ ) . It also represents a framework in which to com- 
pute properties of specific systems by means of numerical simulations ( [Keyes, 1992[ 
[Sastry et ai, 1998| [Sciortino, 2005] [Heuer, 2008] . The daunting difficulty of course 



comes from the dimensionality of configurational space. With its 3N dimensions, N 
being the number of atoms, it makes the landscape technically hard to characterize 
and, in effect, conceptually hard to visualize. 

With some (usually unspecified) coarse-graining in mind, it may be fruitful to 
go from an energy landcape to a free-energy one, in which energy minima sepa- 
rated by small barriers are grouped into a free-energy state. Such a construction 
is well-defined at a mean-field level, and classes of complex free-energy landscapes 
with multiple metastable states have been found and thoroughly characterized in 
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theoretical studies of systems with quenched disorder, mostly mean-field spin-glass 
models( [Castellini and Cavagna, 2005] ) . Supercooled hquids and the associated glasses, 
however, have no quenched disorder. Remarkably, some powerful tools introduced in 



the context of spin glasses (Mezard et ai, 1988), such the replica method and generat 



ing functional approaches, have been generalized to investigate, at a mean-field level 
at least, the complex free-energy landscape of glass-forming h quids ( Monasson, 1995[ 



ICastellini and Cavagna, 2005[p'ezard and Parisi, 2009] [Franz and Parisi, 19981 ). This 



point will be further discussed in section 10.5.21 

The two other formalisms that I would like to briefly mention also represent, if not 
reformulations, at least new twists in statistical mechanics. The first one is the "iso- 
configurational ensemble" ( [Widmer-Cooper et ai, 2004[|Widmer-Cooper and Harrowell, 2006[ ) 
which is formed by all trajectories that start from an identical configuration of par- 
ticles with random initial velocities sampled from an equilibrium Maxwell distribu- 
tion. Together with such notions as "dynamic propensity" , it has been introduced to 
study whether the static structure of a glass-forming liquid, without a priori knowl- 
edge of which of its features might be relevant, infiuences the heterogeneous character 
of the dynamics d Widmer-Cooper et al., 2004} [Widmer-Cooper and Harrowell, 2006D . 
The second formalism goes somewhat beyond the realm of equilibrium statistical me- 
chanics: it considers the space of trajectories and introduces an (a priori unphysical) 
external field that couples to the mobility of the system in such a way that it can drive 
the latter out of equilibrium in an immobile, nonergodic phase ( [Garrahan et al., 2007[ 
[Hedges et al, 2009[ ). The presence of a nonequilibrium transition between ergodic and 
nonergodic phases can then be investigated either in idealized models or in atomistic 
ones (see also section [0.4. 2p . 

0.3.4 In search of a growing length scale 

For those theories that associate glass formation with some sort of universality and 
emerging collective behavior, a keypoint is the characterization of a length which 
grows as temperature is decreased and which is directly connected to the slowdown 
of relaxation. A related, but not quite coincident, issue is that of the existence of a 
length associated with the increasing spatial heterogeneity of the dynamics. 

Recently, there has been a major effort to go beyond heuristic or ad hoc definitions 
of length scales in glass-forming liquids, such as the cooperativity length introduced 
in the Adam-Gibbs postulate ( [Adam and Gibbs, 1965[ ) of cooperatively rearranging 
regions (see below) or various measures of dynamical clustering. This has led to intro- 
ducing appropriate correlation functions which are in principle computable. 

Much progress has been made concerning the growing spatial correlations in the 
dynamics. It has been realized that the latter, which are associated with fluctua- 
tions around the averaged dynamics and with the phenomenon of dynamical hetero- 
geneities, are describable through multi-point space-time correlation functions. Infor- 
mation on the corresponding "dynamical" correlation length can be extracted from 
a 4-point correlation function that describes how far the dynamics at a given point 
in space affects the dynamics at another point and, with some plausible assump- 
tions, from the associated dynamic susceptibility ( Dasgupta, 1991 Franz et ai, 1999 &| 



[Franz and Parisi, 2000al [Berthier et al, 2007al [Berthier et al, 2007&| . Direct or indl 
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rect evidence for a "dynamical" length that grows as temperature decreases has been 
obtained in this general framework. The topic being at the heart of the present book 
and developed in the other chapters, I will not dwell more on it, except to mention 
an interesting result obtained in this context: it has been shown that the dynami- 
cal singularity predicted by the mode-coupling theory of glass-forming liquids comes 
with a divergence of the above described "dynamical" length ( [Franz and Parisi, 2000 &[ 
|Biroli and Bouchaud, 2004] ), thereby quashing a previously widespread belief that the 
relaxation time diverges with no accompanying diverging length scale. 

A separate issue, which has deep consequences on the theoretical picture of glass- 
forming systems, is whether there also exists a growing static length as temperature 
decreases. If there is a true divergence of the a relaxation time at a nonzero tem- 
perature (a hypothesis that of course cannot be verified experimentally), heuristic 
and rigorous arguments ( Montanari and Semerjian, 2006"l|Semerjian and Franz, 2011 1 



prove that it must come with the divergence of a static correlation length, albeit a 
complicated one involving point-to-set correlations. If, on the other hand, the relax- 
ation time only diverges at zero temperature, the situation is not as clear-cut. One 
could envisage a relaxation process whose temperature behavior is characterized by an 
Arrhenius behavior with a purely local energy barrier, so that no static correlations 
grow as the relaxation time increases (and diverges at zero temperature). It would 
therefore seem more relevant to study the behavior of the relaxation time normal- 
ized by the local, "bare" relaxation time: t{T)/tq{T) with e.g. tq{T) ^ exp(-^). 
With the assumption that the rigorous bounds between length and time scales derived 
by Montanari and Semerjian ( [Montanari and Semerjian, 2006[ ) are of general validity, 
one then concludes that the growth of this scaled relaxation time must come with a 
growing static correlation length. This suggests that the superArrhenius temperature 
dependence of the a relaxation time of fragile glass-forming liquids, for which, even 
after normalization by a "local" Arrhenius-like relaxation time, t{T)/to{T) behaves as 
exp(^4^) with AE{T) increasing as temperature decreases, is indicative of collective 
behavior with a concomitantly growing static correlation length. 

There are several possible, and not mutually excluding, strategies to search for 
static correlations associated with glass formation. Since no interesting correlations 
show up in simple 2-body structural measures such as the static structure factor, one 
may then think of: (i) studying how far amorphous boundary conditions influence the 
system, thereby looking at static point-to-set correlations such as those discussed above 
( Bouchaud and Biroli, 2004 Montanari and Semerjian, 2006[[Franz and Montanari, 2007| 



[Cavagna et al., 2007 Biroli et ai, 20 08; Ca vagna, 2009[ ), (ii) using finite-size analysis 



for chosen thermodynamic quantities ( jPoliwa and Heuer, 2003| [Fernandez et ai, 2006[ 



Karmakar et ai, 2009[), (iii) looking at a crossover size in pattern repetition within a 



configuration (Kurchan and Levine, 20091, or else (iii), provided that the locally pre- 
ferred arrangement of the molecules in the liquid has been properly identified, in- 
vestigating the static pair correlations of the associated local order parameter, which 
amounts to considering multi-particle correlations as in bond-orientational order pa- 
rameters (Steinhardt et al, 1981[ [Shintani and Tanaka, 2006} [Kawasaki et al, 2007[ 



Sausset and Tarjus, 2010). Up to the present at least, these procedures are not exper- 



imentally realizable in liquids. However, they have been numerically tested on liquid 
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models with encouraging preliminary results concerning the increase of a static length 
with decreasing temperature. 

0.4 Theories based on an underlying dynamical transition 

As discussed above, glass formation takes place in liquids and polymers without any 
observed singularity. Universality and detail independence, if indeed a genuine property 
of the glass transition phenomenon, are explainable on the basis of underlying critical 
points that control the physics of the viscous slowing down but are either avoided 
or unreachable. In this section, I will discuss theories that involve purely dynamical 
transitions with no thermodynamic signature. 

0.4.1 Mode-coupling theory: an avoided dynamical transition at Tc > Tg 

The mode- coupling theory of glass- forming liquids predicts a dynamical arrest without 
any significant change in the static properties ( |Gotze, 1991||G6tze, 2008[|Gotze and Sjogren, 1992D . 
The latter are assumed to behave smoothly, and the viscous slowing down results from 
a nonlinear feedback mechanism affecting the relaxation of the density fluctuations. 
Formally, the theory involves a set of nonlinear integro-differential equations describ- 
ing the evolution of the dynamic structure factor S{q, t), which is the wave- vector- and 
time-dependent pair correlation function of the density fluctuations. These equations 
have been originally derived by using the Zwanzig-Mori projection-operator formalism 
(|G6tze, 1991||G6tze, 2008||G6tze and Sjogren, 1992), but they can be obtained as well 



within a dynamical fleld-theoretical framework ( Das and Mazenko, 1986 Kim and Mazenko, 1980 



|Miyazaki and Reichman, 2005 Kim and Kawasaki, 2008 Andreanov et ai, 2006). The 



crux of the approach consists in formulating an approximation, the "mode-coupling 
approximation" , that allows one to close formally exact dynamical equations and write 
down a tractable set of self-consistent equations for S{q, t). The key input that comes 
into the approximate theory is the static structure factor, S{q) = S{q,t = 0). 

The solution of the self-consistent equations predicts a slowdown of the relaxation 
of S{q,t) with decreasing temperature that is physically attributed to a "cage effect" 
and to the feedback mechanism above mentioned. This solution exhibits a dynami- 
cal freezing at a critical point Tc which represents a transition from an ergodic to 
a nonergodic state with no concomitant singularity in the thermodynamics of the 
system ( |Bengtzelius et al, 1984] |Leuthesser,l984l |G6tze, 1991] |Gotze, 2008] . The a 



relaxation time diverges in a power-law fashion for T > 

t{T)^{T~Tc)-\ (0.1) 

and several specific predictions are made concerning the scaling behavior near to Tc- 
Early on, it was realized that the dynamical arrest at Tc could not describe the 
observed glass transition at Tg, nor a transition to a putative ideal glass at a tem- 
perature below Tg, and that Tc should rather be located above Tg. The singularity at 
Tc must then be interpreted as "avoided" and manifesting itself as a crossover in the 
phenomenolgy of glass- forming liquids ( |Gotze, 1991[|Gotze, 2008[ ). The mode-coupling 
approach can thus at best describe the dynamics of moderately supercooled liquids, 
for which its main achievement is the predicted appearance of a two-step relaxation 
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process as temperature decreases, as indeed observed in experiments and in simula- 
tions. The mode-coupling theory has also proven a versatile scheme to study additional 
systems, such as repulsive and attractive colloids ( Zaccarelli et ai, 2004[ ), and phenom- 
ena. It has been for instance generalized to investigate aging dynamics in the noner- 
godic phase dCugliandolo and Kurchan, 1993 Bouchaud et ai, 1998 ) , nonlinear rheol- 
ogy of a variety of glassy systems ( Fuchs and Ballauff, 2005 Fuchs and Gates, 2009D , 
or more recently dynamical heterogeneities and multi-point space-time correlations 
( Berthier et al, 2007a| [Berthier et ai, 2007 6| [Biroli et al, 2006| [Tarzia et al, 2010[ ), 



all cases for which it provides nontrivial predictions. 

What is the nature of the mode-coupling approximation and why is the singularity 
avoided ? The traditional answers ( |G6tze, 1991||G6tze, 2008[|Gotze and Sjogren, 1992D 
invoking freezing due to a "local cage effect" (see above) and avoidance due to "hopping 
mechanisms" are not satisfactory. A clearer picture has emerged from work on a priori 



unrelated systems, mean- field "generalized" spin glasses (Kirkpatrick and Thirumalai, 1987 



[Kirkpatrick and Thirumalai, 1989| [Gavagna, 2009| [Biroli and Bouchaud, 2009 ), and 
further developments. The analogy with mean-field spin glasses will be discussed in 
more detail in the section on the random first-order transition theory. To make a long 
and elaborate story short, let me summarize the findings as follows: 

(i) The mode-coupling approximation and the associated self-consistent equations 

have a mean-field character ( Kirkpatrick et al., 1989{|Andreanov et al., 2009 Biroli and Bouchaud, 20091. 

(ii) In a free-energy landscape picture, the ergodicity breaking transition corre- 
sponds to the disappearance of unstable directions for escape and to the emergence of 
infinite barriers between the dominant states ( [Gavagna, 2009[ ). 

(iii) The divergence of the relaxation time at Tc is not due to a purely local ef- 
fect, but involves the divergence of a length characterizing spatial correlations in the 
dynamics ( [Franz and Parisi, 2000 &[ [Biroli and Bouchaud, 2004] ) . 

(iv) Being mean-field in character, the mode-coupling singularity is affected in real, 
finite-dimensional, systems by fluctuations whose influence is two-fold ( [Andreanov et al., 2009p . 
First, there is a standard effect that can often be handled through perturbative expan- 
sions: the exponents describing the scaling behavior are modified below an upper criti- 
cal dimension, which in the present case is found equal to c? = 8 ([Biroli and Bouchaud, 2007 



[Berthier et al, 2007al [Berthier et al, 2007&l[Franz et al, 2010[ ). In addition, and with 
more severe consequences, rare localized events corresponding to thermally activated 
processes destroy the singularity; these intrinsically nonpcrturbative phenomena op- 
erate in all finite dimensions. 

This puts the mode-coupling approach on a much firmer basis. The down side is 
that a major theoretical breakthrough is needed to incorporate nonpcrturbative effects 
beyond the mean-field picture (see section (0.5.21 below ) . 



0.4.2 Dynamical facilitation and kinetically constrained models: 
unreachable dynamical critical point at T = and avoided 
dynamical first-order transition 

As for the mode-coupling theory, the radical perspective taken by the dynamical fa- 
cilitation approach ( [Garrahan and Ghandler, 2010[ ) is that the main characteristics of 
glass-forming liquids can be described by purely dynamical arguments. Building on 
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the observation that the static pair correlations change only weakly with temperature 
and that the associated correlation length always stays of the order of the molecu- 
lar diameter, this approach indeed assumes that, after some suitable coarse-graining, 
static correlations become negligible and that, accordingly, thermodynamics is trivial. 
In this picture, glassiness, coopcrativity and heterogeneity in the dynamics result from 
effective kinetic constraints that emerge at low enough temperature when mobility in 
a supercooled liquid is concentrated in rare localized regions, the rest of the system 
being essentially frozen. Such "mobility defects" are taken as the effective degrees of 
freedom which, together with the postulated kinetic rules that constrain their motion, 
form the basis of the theoretical description. "Facilitation" in this context means that 
mobility defects trigger mobility in neighboring regions. 

This general scenario has led to the formulation of families of models generically 



referred to as "kinetically constrained models" ( Ritort and SoUich, 2003). These mod- 
els rest on a hamiltonian for noninteracting variables (spins or particles on a lat- 
tice) combined with specific constraints on the allowed moves of any such variable. 
These constraints involve a dependence on the local neighborhood, e. g. a particle 
can hop to a different site only if the number of nearest neighbors at the original 
and the target sites is less than a fixed threshold value. These models are sufhciently 
tractable for allowing detailed analytical and numerical calculations. It has been shown 
that cooperativity of the relaxation, with a superArrhenius temperature dependence 
of the relaxation time, is a property of many of the models and that heterogene- 
ity of the dynamics naturally emerge as a central feature of all models. The kineti- 
cally constrained models qualitatively reproduce many aspects of the slow dynamics 
of glass-forming liquids, but, more specifically, they provide a consistent picture of 



the dynamical heterogeneitites in a space-time setting ( Garrahan and Chandler, 2002 
[Ritort and SoUich, 2003] [Garrahan and Chandler, 2010f ! 



Beyond the variety of models and associated behaviors, it has been suggested 
that the apparent universality of the dynamical properties in glass-forming systems 
could come from the existence of a dynamical critical point at zero temperature 
dWhitelam et al, 2004||Whitelam et al, 2005||Jack and Mayer, 2006| [Garrahan et al, 2007 



Hedges et al., 2009). Dynamical scaling analysis can then be organized about this zero- 



temperature singularity. For instance, inspired by the low-T behavior of some "hi- 



erarchical" kinetically constrained models(, Jackie and Eisinger, 1991), Garrahan and 



Chandler ( [Garrahan and Chandler ,~2003,, Garrahan and Chandler, 2010p have proposed 
to describe the superArrhenius temperature dependence of glass-forming liquids by a 



Bassler-type expression (Bassler, 1987), 



r(T)^exp( A), (0.2) 

for temperatures much below an "onset" that marks the bcgining of facilitated dy- 
namics with rare mobile regions. 

The facilitation approach puts the emphasis on a space-time picture of glassy dy- 
namics. At a descriptive level, dynamical heterogeneities in glass-forming liquids can 
be for instance associated to the proximity to a first-order noncquilibrium transition in 
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trajectory space which is characterized by the coexistence of a mobile and an immobile 
phase ( [Garrahan et ai, 2007[ [Hedges et ai, 2009| (see section I0.3.4p . 

As most theories (with the possible exception of the mode-coupling theory discussed 
above), the present approach comes up against the difficulty of deriving rather idealized 
models from realistic systems. This is by no means benign. For instance, the simple 
assumption that mobility is conserved, i.e. that there is no spontaneous appearance 
or disappearance of mobility defects, is questionable ( [Candelier et ai, 2009^ . More 
importantly, the facilitation approach cannot address the aspects of the glass-forming 
phenomenology that involve thermodynamics {e.g., the behavior of the entropy and 
of the heat capacity ( [Biroli et ai, 2005| ) nor the nontrivial static correlations that 
are argued to accompany the increase of relaxation time in fragile glassformers (see 
above). 



0.5 Theories based on an underlying thermodynamic or static 
transition 

In this section will be considered theoretical approaches that relate the (hypothesized) 
collective behavior of glass-forming systems and associated universality to underlying 
thermodynamic or static critical points. I will stress those theories that are amenable 
to a genuine statistical-mechanical treatment and involve effective hamiltonian models. 
However, before doing so, it is worth mentioning two phenomenological pictures, the 
free-volume and the configurational-entropy models, as they have been influential for 
the thinking on the glass transition, and are still commonly used to rationalize data 
on liquids and polymers at a semiempirical level. 

0.5.1 Free-volume and configurational-entropy models: unreachable 
transition points at Tq < Tg 

Free-volume models rest on the assumption that molecular transport in viscous fluids 
occurs only when voids having a volume large enough to accommodate a molecule form 
by the redistribution of some "free volume" ( [Cohen and TurnbuU, 1959{|Turnbull and Cohen, 1961[ 



[Crest and Cohen, 1981 ). The latter is loosely defined as some surplus volume that is 
not taken up by the molecules. In the standard presentation, a molecule in a dense 
fluid is mostly confined to a cage formed by its nearest neighbors and the local free 
volume Vf is that part of a cage space which exceeds the volume taken by a molecule. 
It is then assumed that between two events contributing to molecular transport, a 
reshuffling of free volume among the cages occurs at no cost of energy and that the 
local free volumes are statistically uncorrelated. This leads to an expression for the 
viscosity, 

^(T) = ,?oexp(^-A_), (0.3) 



with K essentially constant, which is also known as the Doolittlc equation (Doolittle, 1951 1 

The free- volume mechanism fundamentally relies on a hard-sphere picture in which 
thermal activation plays no role. For application to real liquids and polymers, tem- 
perature enters through the fact that molecules and monomers are not truly hard and 
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that the constant-pressure volume is temperature-dependent. An underlying transi- 
tion comes into play when further assuming that all free volume is consumed at a 
nonzero temperature Tq < Tg, which, when inserted in Eq. (j0.3[) . gives the Vogel- 
Fulchcr-Tammann (VFT) expression, 

rj{T)^ijoCxp(^-^^y (0.4) 

also called Williams-Landel-Ferry (WLF) formula in the context of polymers and 
widely used to fit experimental data. 

The configurational- entropy picture on the other hand rests on the idea, popu- 
larized by Goldstein ( [Goldstein, 1969[ ), that relaxation in a deeply supercooled liquid 
approaching the glass transition is best described by invoking motion of the representa- 
tive state point of the system on the potential energy hypersurface ( [Gibbs, 1960[ ) (see 
section [0.3.3^ . In this view, the slowing down of relaxation and flow with decreasing 
temperature is related to a decrease of the number of available minima and of the asso- 
ciated "configurational entropy" . The Adam- Gibbs approach ( [Adam and Gibbs, 1965[ ) 
represents a phenomenological attempt to make this relation more precise. Structural 
relaxation is assumed to take place through increasingly cooperative rearrangements 
of groups of molecules. Any such group, called a cooperatively rearranging region, is 
assumed to relax independently of the others. The effective activation energy for re- 
laxation is then equal to the typical energy barrier per molecule, which is taken as 
independent of temperature, multiplied by the number of molecules that are necessary 
to form the smallest cooperatively rearranging region. This latter number goes as the 
inverse of the configurational entropy per molecule Sc{T), which leads to the following 
expression for the a relaxation time: 

with C a constant. 

If the configurational entropy vanishes at a nonzero temperature Tq, an assump- 
tion somewhat analogous to that made in the free-volume model (see abovej^, the 
relaxation time diverges at this same nonzero temperature. In particular, if the con- 
figurational entropy is identified with the entropy difference between the supercooled 
liquid and the crystal, the Adam-Gibbs theory correlates the extrapolated divergence 
of the relaxation time at Tq with the extrapolated vanishing of the excess entropy at 
the so-called Kauzmann temperature Tk ( [Kauzmann, 1948D . Equation (|03|) also gives 
back the VFT/ WLF formula, Eq. (j0.4|) . by assuming that the configurational entropy 
vanishes linearly at Tq. 

Note that in both the free-volume and the Adam-Gibbs configurational-entropy 
approaches, the unreachable thermodynamic transition temperature Tq does not ap- 
pear as a necessary ingredient of the theoretical description, but rather as a convenient 
input to derive the empirical VFT/ WLF expression. 

^The vanishing of the configurational entropy at a nonzero temperature is however found in the 
Gibbs-di Marzio approximate Flory-Huggins mean-field treatment of a lattice model of linear poly- 
meric chains fGibbs and Di Marzio, 1958[ |. 
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0.5.2 Random First-Order Transition theory: an unreachable 

thermodynamic critical point at Tk < Tg coupled with an avoided 
dynamical transition at Tc > Tg 



The random first- order transition theory ( [Kirkpatrick et al., 1989 Lubchenko and Wolynes, 2007) 



can be seen as a three-stage construction. The foundations are formed by an intri- 
cate mean-field theory of glass formation. In the eighties, Wolynes and coworkers 



(|Kirkpatrick and Wolynes, 1987at 


Kirkpatrick and Wolynes, 1987&||Kirkpatrick and Thirumalai, 1987| 


|Kirkpatrick and Thirumalai, 1989 


Kirkpatrick et al., 1989) realized that many (pos- 



tulated) elements of the description of glass-forming liquids, the Kauzmann-likc ther- 
modynamic "catastrophe" associated with the extrapolated vanishing of the configu- 
rational entropy ( [Kauzmann, 1948| , the mode-coupling dynamical singularity and the 
emergence of a complex (free) energy landscape with a multitude of trapping minima, 
could all be tied together in a coherent scenario for which explicit realizations were 
provided by mean-field "generalized" spin glasses (such as the random p-spin and Potts 
glass models with infinite-range interactions). 

It has been by now established that the scenario is not only realized is spin 
models with quenched disorder. It is more generally characteristic of a whole class 
of glass-forming systems described at a mean-field level, with a transition to an 
ideal glass phase which is second-order in the usual thermodynamic sense (with, e. 
g., no latent heat) but is accompanied by a discontinuous jump in the order pa- 
rameter (Lubchenko and Wolynes, 2007 [Cavagna, 2009[ Biroli and Bouchaud, 2009 



|Mezard and Parisi, 2009[ ). This "random first-order transition" (also called "one-step 
replica symmetry breaking" ) phenomenology, with a high-temperature ergodicity break- 
ing transition at T^ and a low-tcmpcrature thermodynamic glass transition at T^ that 
are separated by a regime in which an exponentially large (in system size) number 
of metastable free-energy states dominates the thermodynamics while trapping the 
dynamics, has been found in several standard liquid models when treated within mean- 
field-hke approximations ( Singh et al, 1985l|Mezard and Parisi, 1997[|Franz et ai, 1999a| 



|Parisi and Zamponi, 2005 Chaudhuri et ai, 2008 ). Specific methods, involving gener 



ating functionals and replica formalism (see also section [D.3.3p . have been developed 
for this purpose. 

The mean-field character of the above mentioned results is manifest in the existence 
of metastable states whose lifetime is infinite (in the thermodynamic limit). In realistic 
models (called "finite-range", "finite-dimensional" in the standard terminology used 
in this context), metastability is destroyed by nucleation events. Ergodicity is then 
restored by thermally activated processes (in the absence of a genuine thermodynamic 
phase transition) and the dynamical transition at Tc is smeared out, as already alluded 
to in the section on the mode-coupling theory. 

The activated relaxation mechanisms that take over must be described in a nonpcr- 
turbative way, and this represents the second stage of the theory. Kirkpatrick, Thiru- 
malai, and Wolynes ( [Kirkpatrick et ai, 1989[ ) have proposed a description of the liquid 
below the crossover at Tc as a "mosaic state" and a dynamical scaling theory close 
to Tk based on "entropic droplets", the driving force for nucleation being provided 
by the nonzero "configurational entropy" (associated with the number of free-energy 
minima, as found at the mean-field level). Super- Arrhenius temperature dependence 
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of the a relaxation time follows, with an effective activation barrier given in terms of 
the length characterizing the mosaic cells and the entropic droplets by 

E{T)^AoUTf, (0.6) 

with 

where Aq and ctq are two "bare" energy scales (in appropriate units), d the dimension 
of space, and "0 and are two critical exponents. The latter are predicted to be both 



equal to 3/2 in d = 3 by Kirkpatrick et al. (Kirkpatrick et al., 1989), which leads 
to an Adam-Gibbs-type of formula for the relaxation time (see Eq. (|0.5p ) with the 
configurational entropy per particle Sc{T) vanishing at the ideal glass transition Tk- 
More recently, the mosaic scenario has been reformulated in a way that makes a 
direct connection between the mosaic length ^h. and a point-to-sct correlation length 



( Bouchaud and Biroli, 2004 Biroli and Bouchaud, 2009 1 , which therefore allows for 



possible testing ( [Franz and Montanari, 2007| [Cavagna et al, 2007[ [Biroli et al., 2008 
ICavagna, 20091 ) 

The last stage of the approach is formed by phcnomenological input and additional 
modeling that are used to make contact with a broad range of experimental data in 
glass-forming liquids and polymers, and in glasses as well ( |Xia and Wolynes, 2000[ 
Lubchenko and Wolynes, 2007[ ). 



The random first-order transition approach starts with a sophisticated mean-field 
theory which is both robust and appealing. Going beyong this and addressing nonper- 
turbative effects is a formidable task. However, what makes a firm derivation crucial 
in the present case is that the mean-field scenario of a complex free-energy landscape 
could be very fragile to the introduction of fluctuations arising in finite range, finite 
dimensional systems. It has been for instance argued that the whole scenario is then 
destroyed ( |Moore, 2006[ ), and there is so far little evidence that it indeed persists in 
finite dimensions. 

0.5.3 EVustration-based approach: an avoided thermodynamic critical 
point at T* > Tg 

The concept of frustration quite generally describes situations in which one cannot 
minimize the energy function of a system by merely minimizing all local interactions 



( [Toulouse, 1977[ ). In the context of hquids and glasses, frustration is attributed to a 
competition between a short-range tendency for the extension of a locally preferred 
order and global constraints that forbid the periodic tiling of the whole space with the 
local structure ( [Sadoc and Mosseri, 1999] [Nelson, 2002|[lirjus et al., 2005[ ). A proto- 
typical example is that of local tetrahedral order in three-dimensional one-component 
liquids in which the atoms interact through spherically symmetric pair potentials: 
despite being more favorable locally, extended tetrahedral or icosahedral order is pre- 
cluded at large distances and cannot give rise to long-range crystalline order. 

Frustration has first been invoked by Frank ( [Frank, 1952[ ) to explain at a geometric, 
structural level the resistance to crystallization and degree of supercooling of a liquid. 
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an explanation which has since received direct experimental ( |Shen et ai, 200"9| and 
numerical ( [van Meel et ai, 2009 a| |van Meel et ai, 2009 6[ ) confirmation. It has sub- 
sequently been used to describe the structure of glasses, more specifically metal- 



lic glasses and network forming systems (Kleman and Sadoc, 1979[ Nelson, 1983a 



Nelson, 1983&l|Nelson and Widom, 1984||Sachdev and Nelson, 1985||Sadoc and Mosseri, 1984 1 



More recently, a step toward the formulation of a frustration-based theory of the glass 
transition has been to realize that, under rather generic conditions, frustration gives 
rise to the phenomenon of "avoided criticality" ( Kivelson et ai, 1995[|Chayes et ai, 1996| 



[Nussinov et ai, 1999) [Nussinov, 2004| [Tarjus et ai, 20 05). The latter expresses the 
fact that the ordering transition that may exist in the absence of frustration disap- 
pears as soon as an infinitesimal amount of frustration is introduced. 

A frustration-based theory of the glass transition has been put forward, based on 
three plausible, but not fully established, propositions ( [Kivelson et ai, 1995[|Kivelson and Tarjus, 1998[ 
|Viot et ai, 20001 [Tarjus et a^-. 2005] : (i) the existence in a liquid of a locally preferred 
structure, an arrangement of molecules that minimizes some local free energy, (ii) the 
impossiblity for this local order to tile the whole space, which expresses ubiquitous 
frustration, and (iii) the possibility to construct an abstract system in which the ef- 
fect of frustration can be turned off, e.g. by tinkering with the metric of space. The 
resulting phenomenon of frustration-induced avoided criticality then naturally leads 
to collective behavior on a mesoscopic scale. In physical terms, the spatial extension 
of the locally preferred structure generates superextensive strain which prevents long- 
range ordering; below a crossover temperature T* corresponding to the transition in 
the absence of frustration, this results in the breaking up of the liquid into domains, 
whose size and further growth are limited by frustration. This occurs provided the or- 
dering transition in the unfrustrated space is accompanied by a diverging, or at least 
large, correlation length and provided frustration in a given liquid is weak enough that 
the transition is only narrowly avoided in physical space. 

In this frustration-limited domain picture ( [Kivelson et ai, 1995[[Kivelson and Tarjus, 1998[ 
[Viot et ai, 2000[ [Tarjus et ai, 2005| , T* marks the onset of anomalous, supermolecu- 
lar behavior and it can be used to organize a scaling description of the viscous slowing 
down and other collective properties of glassforming liquids. For instance, the a re- 
laxation time and the viscosity are predicted to follow a superArrhenius activated 
temperature dependence below the crossover T* , the effective activation energy being 
expressed as E{T) = + AE{T) with 



AE{T) = BT* [-^;;- j (0.8) 

for T < T* and the exponent argued from statistical-mechanical and phenomeno- 
logical arguments to be close to 8/3 in d = 3. The "fragility" of a glassformer, i.e. 
the departure from Arrhenius behavior, is quantified by the parameter B which is 
inversely proportional to the degree of frustration. In this approach, a large fragility is 
therefore associated with a small frustration, which implies a closer proximity to the 
avoided transition and a larger extent of collective behavior. Moreover, as in the ran- 
dom first-order transition theory, the heterogeneity of the dynamics primarily stems 
from the "patchwork" or "mosaic" character of the configurations. 



20 Preface 



The frustration-based theory leads to the formulation of effective minimal mod- 
els of glass-forming systems for which genuine statistical-mechanical treatments and 



numerical computations are possible (Grousson et ai, 2002 a Grousson et ai, 2002 & 



Sausset et ai, 2008 Sausset and Tar jus, 2010). It faces however two main difficulties 



A first one is technical, and it is shared by all other theories of relaxation in deeply 
supercooled liquids: the phenomena associated with avoided criticality are intrinsically 
nonperturbative and a full-blown resolution going beyond phenomenological modeling 
and limited computations is a priori very hard. The second one concerns the very 
physical basis of the approach: the ubiquitousness of frustration in glass-forming liq- 
uids is a resonable postulate but it requires confirmation. The icosahedral example has 
presumably no value in molecular liquids and polymers, and one still awaits proper 
identification of a locally preferred structure for molecules of nonspherical shapes that 
form most real fragile glassformers. 

As a final comment, I would like to point out that an appealing property of the 
frustration approach, whether or nor it represents the "general theory" of the glass 
transition, is that it produces microscopic models in which the fragility of a glass- 
former, and more generally the degree to which collective behavior can develop, can be 
varied at will by tuning the amount of frustration, while keeping the other parameters 



such as the interaction potentials fixed (Sausset et ai, 20081 



0.5.4 Jamming scenario: an unreachable static critical point at T = 

The jamming scenario and the associated phase diagram may be viewed as a grand 
unification scheme in which the glass transition of liquids and polymers is taken as one 
example of a more general phenomenon in which the sluggish response of a condensed- 
matter system leads to an amorphous arrested state with no observable macroscopic 



fiow (Liu and Nagel, 1998 Liu et al, 20111. At the heart of this approach is the re- 



alization that temperature, packing fraction and stress act similarly on a disordered 
system on the verge of rigidity. This allows one to draw analogies between granular 
materials, emulsions and foams under the effect of external stress or forcing, repulsive 
colloidal suspensions as a function of concentration, and glass-forming liquids and poly- 
mers with temperature as the control variable ( Liu and Nagel, 2001[ |Liu et ai, 201 1[ ) . 



The jamming paradigm may prove useful in suggesting systematic experimental 
investigations of a given material as a function of several parameters potentially con- 
trolling its jamming or unjammming behavior: for instance glass formation and the 
associated phenomena could be studied in liquids and polymers not only through 
temperature or pressure changes but also by varying the applied stress. However, for 
interesting as they may be, a heuristic phase diagram and broad-based comparisons do 
not make a theory. A step forward in establishing a jamming-based theory has been 
the evidence for the existence of a well-identified, genuine, critical point located at 
zero temperature dO'Hern et ai, 2002||O'Hern et al, 2003[ [Schwarz et al., 2006D . 

"Point J" , the jamming critical point, is observed in model systems of spheri- 
cal particles interacting through finite-range repulsive potentials as one compresses 
the system via a nonequilibrium protocol. Scaling laws and a diverging (static) cor- 
relation length are found around point J ( [O'Hern et ai, 2002| |0'Hern et ai, 2003[ 
[Schwarz et ai, 2006[ ), and the marginally rigid jammed solid close to point J shows an 
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anomalous elastic response characterized by the presence of soft (zero or low- frequency) 
vibrational modes ( |Wyart, 2005} |Xu et al., 2007|pu al, 2011D . Point J is hypoth- 
esized to control the jamming behavior of soft-condensed systems as foams and emul- 
sion, of hard objects such as solid colloidal particles and grains (point J could then be 
interpreted as some sort of random close packing at which the pressure first diverges) , 
as well as glass-forming liquids and polymers. 

Several issues have been raised concerning the jamming scenario and its associated 
zero-temperature critical point: 

(i) The robustness of point J with respect to physically relevant factors not in- 
cluded in the original formulation: friction for grains, asphericity of particle shape, 
thermal fluctuations, longer-ranged interaction potentials and attractive forces; some 
of these factors can be accounted for by an appropriate generalization ( Liu et ai, 2011[ 
|van Hecke, 2010D , but the latter one seems more problematic ( [Berthier and Tarjus, 2009| ). 

(ii) The uniqueness of point J. The precise location of point J is protocol de- 
pendent and actually a whole range of J-points seems to exist at zero temperature 
(Krzakala and Kurchan, 2007 Chaudhuri et al., 2010). As itself, this is not a fatal 
blow to the jamming picture, but it requires some caution. 

(iii) The relevance of point J to the glass transition of liquids and polymers, which 
is the main focus of this overview. The interactions among particles in liquids and 
polymers involve long-range attractive interactions. As already mentioned, treating 
the latter as a mere perturbation is highly questionable (Berthier and Tarjus, 2009). 

Whereas some specific phenomena associated with slow dynamics in liquids and 
anomalous elastic response in glasses may profitably be envisaged within the jamming 
context, it is at present unclear if the physics of glass formation can be reduced to a 
jamming behavior controlled by a zero-temperature point J. 



0.6 Concluding remarks 

How to assess the validity of the proposed theories? This seemingly trivial question is 
more complex than it may sound at first. Indeed, theories mostly rationalize existing 
data. In addition to providing a narrative to explain the qualitative trends that char- 
acterize glass formation, they reproduce quantitative features of the phenomenology, 
but at the expense of adjustable parameters. New predictions that would not involve 
additional assumptions and could be crisply checked in experiments are rare if not 
inexistent. 

Experimental observations do put constraints on the theories. Phenomena, trends, 
orders of magnitude and correlations found in glass-forming systems should of course 
be reproduced. However, there is always some leeway. First, some of the observations 
may be discarded by the proponents of a theory as irrelevant or out of the scope of 
their approach. Second, many of the theories, especially those attempting to describe 
the viscous regime close to the glass transition, have phenomenological input and 
cannot just be taken as "first-principle" approaches. (Even the mode-coupling theory, 
which is often considered as the archetype of a "microscopic" theory and certainly 
makes detailed predictions based on liquid structure factors, cannot be tested without 
bias because of the loosely defined, and therefore adjustable, location of the crossover 
replacing the dynamical singularity in real systems.) The resulting unavoidable use 
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of fitting parameters allows for flexibility in comparing theory with experiment. Not 
surprisingly, several theories can claim success in reproducing observed properties, for 
instance the temperature dependence of the relaxation time and the viscosity, in spite 
of the quite different functional forms and underlying physics they entail. 

The above considerations also apply to comparisons with data obtained through 
computer simulation of realistic models of liquids. Simulations may nonetheless offer 
a possibility of testing the theoretical premises of the proposed approaches in some 
depth. Such studies have already been undertaken on basic issues such as the existence 
of growing point-to-set correlations and of a nonzero surface tension between amor- 
phous glassy metastable states, evidence for locally preferred structures in atomic and 
molecular liquids and relevance of frustration, robustness of the critical jamming point 
J to the introduction of friction or of long-ranged attractive forces, the appearance of 
slow anomalous modes associated with marginal rigidity, etc. 

Constraints on theories also lie in their internal consistency. However, it may be 
hard to maintain full rigor when tackling "nonperturbative" effects which, in my opin- 
ion, are at the core of the glass transition phenomenon (see above). More likely, one 
will at best be able to study limiting cases and possibly to make asymptotic predictions 
when the postulated collective behavior is dominant. In this endeavor, as in computer 
simulations, progress seems to be limited by the absence of a widely accepted and suf- 
ficiently tractable minimal model. A reasonable strategy to assess the validity of the 
candidates for a "general theory" of the glass transition would then be to devise mod- 
els in which the collective behavior is so exagerated that asymptotic predictions can 
be cleanly proved or disproved, without having to worry about subdominant effects 
( [Kivelson and Tarjus, 2008 ). Such models should of course allow one to go continu- 
ously, with quantitative but no qualitative changes, from this extreme, but testable, 
behavior to that of real glass-forming systems. 

To conclude this overview of theories of the glass transition, I would like to raise an 
apparently incongruous question: to which extent could various theoretical approaches 
be compatible or even complementary? The scenarii and narratives of glass formation 
produced by most theories do seem completely at odds. However, this may be less so 
for the developed frameworks, the working concepts and the proposed relaxation mech- 
anisms that under ly these theories. To illustrate this with a few examples: frustration 
is undoubtedly compatible with the emergence of a complex free-energy landscape and 
with a description of supercooled liquids as mosaic states, and none of these theoret- 
ical elements are in contradiction with the development of kinetic constraints on the 
motion of some effective degrees of freedom and with the presence of facilitation; in 
a somewhat different vein, elastic models could be extended and combined with the 
effect of a growing length scale as the glass transition is approached. Going further in 
a fruitful way of course requires a serious elaboration to avoid the risk of diluting even 
more the assessment of the theoretical constructions. However, at this stage where, 
despite the progress made in the last 25 years, full resolution of the glass transition 
problem does not seen around the corner, it may be wise to take an open view on the 
possible complementarity of different theoretical perspectives. 
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